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JEWELRY & ENAMELING
Solder the seams.

Place one section just soldered around two sides
of the stone.

Measure diagonally across the stone from cor-
ner to corner.

Mark the silver at this angle.
Repeat with the second section.

Saw the silver on the marked line.

Place the two sections together to form a frame

to fit around the stone.

Remove the stone.

File the ends of each bent piece to make an

even joint.

Place the two sections on the charcoal block.
Hold to the charcoal block with staples made
of binding wire as shown in Fig. 12.

Solder the mitered joints.
Clean in pickle.

Fit the stone in the bezel.
Warm the wax stone-lifter sufficiently for it to
adhere to the top center of the stone and hold
it in position for repeated fittings.   See Ques-
tion 13.

If the bezel is too large for the stone see Ques-
tion 3.

If the bezel is too small for the stone see Ques-
tion 5.

True the edges with a file and emery cloth.